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COMPOSITION FOR PROVIDING 
AN ABRASION RESISTANT COATING ON A SUBSTRATE 

BACKGROUND OF THE INVENTION 

1 . Field of the Invention 

The present invention relates to coating compositions, and 
more particularly but not by way of limitation, to coating 
compositions which, when cured, provide substantially 
transparent coatings having enhanced abrasion resistance . In 
one aspect, the present invention relates to a coating 
composition having improved stability wherein the coating 
compositions are derived from aqueous -organic solvent mixtures 
containing effective amounts of epoxy functional silanes, 
tetraf unctional silanes and multifunctional compounds such as 
multifunctional carboxylic acids, multifunctional anhydrides, 
and mixtures thereof . . 

2 . Description of Prior Art 

The prior art iis replete with compositions which, when 
applied to substrates and cured, provide transparent, abrasion 
resistant coatings for the substrates. Such coatings are 
especially useful for polymeric substrates where it is highly 
desirable to provide substrates with abrasion resistant 
surfaces, with the ultimate goal to provide abrasion resistant 
surfaces which are comparable to glass. While the compositions 
of the prior art have provided transparent coating compositions 
having improved abrasion resistant properties, such prior art 
compositions are generally lacking when compared to glass. 
Thus, a need has long existed for improved compositions having 
improved stability and which, when applied to a substrate, such 
as a polymeric substrate, and cured provide transparent, highly 
abrasion resistant coatings. It is to such compositions and 
processes by which such compositions are manufactured and 
applied to substrates that the present invention is directed. 

BRIEF SUMMARY OF THE INVENTION 

The present invention provides compositions having improved 
stability which, when applied to a variety of substrates and 
cured, form transparent coatings having superior abrasion 
resistant properties. Broadly, the coating compositions of the 
present invention comprise an aqueous -organic solvent mixture 
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the total soUds of the .ompcsition, of a mixture of hydrolvj^ 

and a tetrafunot.onal silane and from about o.l to about 30 
we.ght percent, based on the total solids of the compositTon II 

cnereof. The epoxy functional silane and hh^ 
tetrafunctional silane are present in 

so vent .i tu ,n a molar ratio of fro. about o'..l\o ! 
furth , ! " ^-Po-Wons of the present invention may 

further include from about 0.1 to about 50 weight percent ofl 
^.xture Of hydrolysis products and partial condensates of Le or 
".ore s.lane additives, based on the total solids of thi 
composition, a„d/cr an amount of colloidal silica o: a metal 
Z l Z ° ■""^'"^""''^ -"J-i-l-t to from about 0 T to 

about 50 weight percent solids, based on the total solids of the 
composition. -^-^^^ u£ cne 

It is an object of the present invention to provide coatinc 
com ti.„, improved stability Which foL trani:: ! 

ransparent "^'^ compositions which form 

resLranoe '^''"^ ^^-^^on 

, Other objects, advantages and features of the present 

detailed description in conjunction with the appended claims. 
DETAILED DESCRIPTION OP THE INVENTION - 

having ^"'T '° compositions 

having improved stability which, when applied to a variety of 

a : :::r ^-t^-^^^' -™ ^ubstantlany transparent abraLol 

tested L " 7' ' ^ "^^^^ °' ^--^ ^ "hen 

^e!t variation of the Oscillating Sand 

Test (ASTM F735-81) hereinafter described 

Of a ^""^ T^'"^ resistance of coated substrates, any 

of a number of quantitative test methods may be employed 
.nc ding the Taber Test ,^tm D-.O.O, . the Tumble Test lit 
Osculating sand Test ,AST« P735-81, . m addition, there are 
a number of gualitative test methods that may be used for 
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measuring abrasion resistance, including the Steel Wool Test and 
the Eraser Test. . In the Steel Wool Test and the Eraser Test, 
sample coated substrates are scratched under reproducible 
conditions (constant load, frequency, etc.) . The scratched test 
samples are then compared and. rated against standard samples. 
A semi-quantitative application of these test methods involves 
the use of an instrument, such as a Spectrophotometer or a 
Colorimeter, for measuring the scratches on the coated substrate- 
as a haze gain. 

The measured abrasion resistance of a cured .coating on a 
substrate, whether measured by the Bayer Test, Taber Test, Steel 
Wool Test, Eraser. Test, Tumble Test, etc. is a function, in 
part, of the cure temperature and cure time. In general, higher 
temperatures and longer cure times result in higher measured 
abrasion resistance. Normally, the cure temperature and cure 
time are selected for compatibility with the substrate; 
although, sometimes less than optimum cure temperatures and cure 
times are used- due to process and/or equipment limitations. It 
will be recognized by those skilled in the art that other 
variables, such as coating thickness and the nature of the 
substrate, will also have an effect on the measured abrasion 
resistance. In general, for each type of substrate and for each 
coating composition there will be an optimum coating thickness. 
The optimum cure temperature, cure time, coating thickness, and 
the like, can be readily determined empirically by those skilled 
in the art . 

Within the Ophthalmic Industry, the Oscillating Sand Test 
is presently the most widely used and accepted method for 
measuring abrasion resistance. Since the original ASTM 
application of the Oscillating Sand Test was for testing flat 
polymeric sheets, the test method has necessarily been modified 
for use with ophthalmic lenses. There is currently no ASTM 
accepted standard (or other industry standard) for this test as 
applied to ophthalmic lenses; therefore,, there are a number of 
basic variations . of the Oscillating Sand Test in practice.. 

In one particular variation of the Oscillating Sand Test, 
a sand cradle is modified to accept coated sample lenses and 
uncoated reference lenses.. Typically, poly (die thylene glycol - 
bis-allyl carbonate) lenses, hereinafter referred to as ADC 
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lenses,, are used as the, reference lenses. The lenses 
pos.t.onea in the cradle to allo„ a .ed o£ ahrasL TaTellar 
-ther sand or a synthetically prepared ™etal oxide to 

rth at a fixed stroke, frequency and duration 
In the test method employed to determine <-k u 
resistance of the coating compositions of the pr/sent inCe" " 
a commercially available sand sold by CG„ iL l" p " ' 
-nsalem, P., „as used as the abrasiL , mateJui Xn t^ te": ' 

."Tr;/""" " loaded iLr; 
3-ed^:roua :r:esh"::e:r:/r;;ni- 
and c 11..,., , ™ -crse^of'^r;::' 

tn>.cally two MC lenses and two coated lenses, was subjected 

II for^rtirorr"? ^ "^^^-^ °^ — - 

tor a total of 3 minutes,. The lens cradle was t:h»n 
repositioned by tumin. iso degrees and then subjected t: 

tVrtrur tf -ng of the cUe wL 
os.-in !■ Impact Of any inconsistencies in the 

71 r "-'^ "-e Silor 

1 Of 'r^^" ^"^^^^'^ °* --ic 

xnc. ot St. Petersburg, Florida. 

GardneTx^'sssTr'"^ " '^"^^^ °" ' 

dete^mlne^ Colorimeter. The haze gain for each lens was 

leLeTand l h /^'^^"^^ '''^ initial ha.e on the 

lenses and the haze after testing. The ratio of the haze «ain 

reS:antr::%r^ ^^^-"^-^ ^= --^-^ -b«sion 

ind cat" a "^'^^'^^ ' * ^--'^ *»an ,i 

than tl un "t ""^"""^^ ^'^"^^ abrasion resistance 

Bayer numb! ^^^.'-^t """"^^ ^^^"^^ '^^3''- 
C^LLas . . ' '"^^^'"-^ resistance of the coating, 

coatings produced by curing the coating compositions of the 

m^Z aT"":' "-^^"--^^^ -^"5 -he Oscillating Sand Tes 
I^C lenses h" ?""^" ^^^^^'^ °" ^'^^^^ polycarbonate or on 
^ceed s p " ^-P-^We Bayer numbers which 

exceed 5. ,For testing coated samples, samples coated on ADC 
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lenses were cured at a temperature of 120° C for a period of 3 
hours. Samples coated on polycarbonate lenses were cured at a 
temperature of 12 9° C for a period of 4 hours. 

One who is skilled in the art will recognize that: (a) The 
descriptions herein of coating systems which contain epoxy 
functional silanes, tetraf unctional silanes, silane additives 
which do not contain an epoxy functional group, and the 
multifunctional component refer to the incipient silanes and 
multifunctional components from which the coating system is 
formed, (b) when the epoxy functional silanes, tetraf unctional 
silanes, and silane additives which do not contain an epoxy 
functional group, are combined with the aqueous -solvent mixture, 
partial or fully hydrolyzed species will result, (c) the 
resultant fully or partially hydrolyzed species will combine to 
form mixtures of multifunctional oligomeric siloxane species, 

(d) these oligomers may or may not contain both pendant hydroxy 
and pendant alkoxy moieties and will be comprised of a silicon- 
oxygen matrix which contains both silicon-oxygen siloxane 
linkages and silicon-oxygen multifunctional component linkages, 

(e) these are dynamic oligomeric suspensions that undergo 
structural changes which are dependent upon a multitude of 
factors including; temperature, pH, water content, catalyst 
concentration, and the like. 

The coating compositions of the present invention comprise 
an aqueous -organic solvent mixture containing from about 10 to 
about 99.9 weight percent, based on the total solids of the 
composition, of a mixture of hydrolysis, products and partial 
condensates of an epoxy functional silane and a tetraf unctional 
silane and from about 0 . 1 to about 30 weight percent, based on 
the total solids of the composition, of a multifunctional 
compound selected from the group consisting of multifunctional 
carboxylic acids, multifunctional anhydrides, and combinations 
thereof. It will be recognized by those skilled in the art. 
that the amount of epoxy functional silane, and the amount of 
tetrafunctional silane employed to provide the mixture of 
hydrolysis products and partial condensates of the epoxy 
functional silane and the tetrafunctional silane can vary widely 
and will generally be dependent upon the properties desired in 
the coating composition, the coating formed by curing the 
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coating composition, as well as ^h^• or.^ 

:::: s :-tt 

necessary to form hydrolysis products of ^ho c-i 
components of the mixture the actual ^^^""^ 
Essentially enough water Is nLed" " -ry widely, 

homogeneous coatL . T ''''^^'^^ ^ substantially 

condensate Tr the " '"'^^'"^'^ ^-^^^^ 
Of the epoxy functional silane =.r,^ 

described It „U1 1 "'"^ ""''"'^ hereinbefore 

that th/ recognized by those skilled in the art 

that th.s amount of water can be dete^ined empirically 

fixture of^r rdtr;::"^"' " --nic aolven. 

he any ^ol.ent :::blrtr rsotets" ""^ 

T ::iVii~r" '••^ ^etrrriai ™: 

constituent Of tT -^-t 

-ohoi.tn il::: 7::zrrr;zr::^r:7 - 
rr?" — --inrereo:. "rtLbL" 

alkvl ^^P-esented by the formula ROH where R is an 

nox, octanol, decanol, and mixtures thereof ' 
carbon all rnd^^rat^rtlrrr ^ ^ " 
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Examples of glycols, ethers and glycol ethers having, the 
above-defined formula and which may be used as the solvent 
constituent of the aqueous -organic solvent mixture of the 
coating compositions of the present invention are di-n- 
butylether, ethylene glycol dimethyl ether, propylene glycol 
dimethyl ether, propylene glycol methyl ether, dipropylene 
glycol methyl ether, tripropylene glycol methyl ether, 
dipropylene glycol dimethyl ether, tripropylene glycol dimethyl 
ether, ethylene glycol butyl ether, diethylene glycol butyl 
ether, ethylene glycol dibutyl ether, ethylene glycol methyl 
ether, diethylene glycol ethyl ether, diethylene glycol dimethyl 
ether, ethylene glycol ethyl ether, ethylene glycol diethyl 
ether, ethylene glycol, diethylene glycol, triethylene glycol, 
propylene glycol, dipropylene glycol, tripropylene glycol, 
butylene glycol, dibutylene glycol, tributylene glycol and 
mixtures thereof. In addition to the above, cyclic ethers such 
as tetrahydrofuran and dioxane are suitable ethers for the 
aqueous -organic solvent mixture. 

Examples of ketones suitable for the aqueous -organic 
solvent mixture are acetone, diacetone alcohol, methyl ethyl 
ketone, cyclohexanone , methyl isobutyl ketone and mixtures 

thereof ... 

Examples of esters suitable for the aqueous -organic solvent 
mixture are ethyl acetate, n-propyl acetate, n-butyl acetate and 
combinations thereof. 

Examples of glycolether acetates suitable for the aqueous- . 
organic solvent mixture are propylene glycol, methyl ether 
acetate, dipropylene glycol methyl ether acetate, ethyl 3- 
ethoxypropionate, ethylene glycol ethyl ether acetate and 
combinations thereof. 

The epoxy functional silane useful in the formulation of 
the coating compositions of the present invention . can be any 
epoxy functional silane which is compatible with the 
tetrafunctional silane and the multifunctional component of the 
coating composition and which provides a coating composition 
which, upon curing, produces a substantially transparent, 
abrasion resistant coating having a Bayer number of at least 
about 5 when employing the ; test method hereinbefore described. 
Generally, such epoxy functional silanes are represented by the 
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formula R'.Si (0R<).., „here x is an Inteaer of , , ' 

an ai.w .ro.p, a ,u„«io„aU.ea al^lTr Jp an axT ^ 

an aryl group, an alkyl ether and k 

containing from 1 to about 10 n k =°"*"ations thereof ■ 

^ epo^ functional group^/jr; TaLr "^"^ " 

from 1 to about 5 carbon atoms, an acetyl containing 

group Where y is an integer of 013 / , ' 

thereof where R' is h =11, , ' ' ' ^ ■ and combinations 

S carbon atoms, an^ IZ^^"":: Z::"^'"' .'^ ^ ^ 

ari^ T_ . yiuup, or another -Si ^op^v r^e 

and combinations thereof, and R- is „ ) 3.^ ^ g^^^p. 

functionalized alkyl group a„ T ^ ^^^ ^^°^P' ^ 

a.^.1 ether, and co^LTL:",:.^ ^^^^^^^^^^^^^ - 

^o^^rbon atoms which may also contai:"re;:rfu::::r 

Examples of such epoxy functional 
methyl trimethoxysilane 2 I^ ^^^^^^^ are glycidoxy- 

dimethoxymethylsilane ^ ^i • ^ ' ^ " S^-^ yc 1 doxypropy l - 

3-.iycido.ypjpy,r;u;oUa?reTrbr;r'r""'^^ 

■n e t h y 1 d i . ^'^-'■^^'^lyo^doxypropyDtetra- . 

Ws,glycidoxypropyl,tetLlthoxy°disnrxan"e,' ' ' ' ' " 

^ - - P o X y h e p t y i't r i m e t h ^xTrTr IT'T"^"" 
^Poxydecyltrimethoxysilane \ 3 V'"" 
epoxypropyl)tet..methoxydisiioxane, ' , 3' ll^,:^ \' ' ' ' 

h^Ptyl) tetramethoxydisilo. '' '""^^ ■ '"^Poxy- 
™ - o x^a n^e , . , 3 , . . 

represented by the formula Si ,0R^,, „her! R i^H ^7""? 

containing from 1 to about 5 carbon an alkyl group 

(OR') carboxylate, a -SzWOR'. ' """"^ ^ 

group containing from 1 to about 5 . k ' " ^"'^^ 

thereof, an ' (OR'l o=.k , and ethers 

combina ions thereof .-up and 
represented by the f °' ^-raf unctional silanes 

by the formula Si, OR'). are tetramethyl 
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orthosilicate, tetraethyl orthosilicate , tetrapropyl 
o.rthosilicate,, tetraisopropyl orthosilicate, tetrabutyl ortho- 
silicate, tetraisobutyl orthosilicate, tetrakis (methoxyethoxy) 
silane, tetrakis (methoxypropoxy) silane , . tetrakis (ethoxyethoxy) 
silane, tetrakis (methoxyethoxyethoxy) silane , trimethoxyethoxy- 
silane, dimethoxydiethoxysilane , triethoxymethoxysilane , poly- 
(ditnethoxysiloxane) , poly{diethoxysiloxane) , poly (dimethoxy- 
diethoxysiloxane) , tetrakis (trimethoxysiloxy) silane, tetrakis- 
(triethoxysiloxy) silane, and the- like. In. addition to the and 
substituants described above for the tetraf unctional silane, 
R'' and taken with oxygen (OR^) and (OR*) can be carboxylate 
groups. Examples of tetraf unctional silanes with carboxylate 
functionalities are silicon tetracetate, silicon tetrapropionate 
and silicon tetrabutyrate . 

The multifunctional compounds which can be employed in the 
formulation of the coating compositions of the present invention 
can be any multifunctional carboxylic acid, multifunctional 
anhydride and combinations thereof which is compatible with the 
epoxy functional silane and the tetrafunctional silane of the 
coating compositions and which is capable of interacting with 
the hydrolysis products and partial condensates of the epoxy 
functional silane and the tetrafunctional silane to provide a 
coating composition which, upon curing, produces a substantially 
transparent, abrasion resistant coating haying a Bayer number of 
at least 5 when employing the . test method hereinbefore, 
described. 

Examples of multifunctional carboxylic acids which can be. 
employed as the multifunctional compound in the compositions of 
the present invention include malic acid, aconitic acid 
(cis, trans) , itaconic acid, succinic acid, malonic acid, 
glutaric acid, adipic acid, pimelic acid, suberic acid, azelaic 
acid, sebacic acid, . cyclohexyl succinic acid, 1,3,5 benzene 
tricarboxylic acid, 1,2,4,5 benzene tetracarboxylic acid, 1,4- 
cyclohexanedicarboxylic acid, 1 ,.3-cyclohexanedicarboxylic acid, 
1, 1-cyclohexanediacetic acid, 1 , 3 -cyclohexanediacetic acid, 
1, 3, 5-cyclohexanetricarboxylic acid and unsaturated dibasic 
acids such as : f umaric. acid and maleic. acid and combinations 
thereof . 
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Examples of .nultifunctiorial anhydrides „hi<;h can ' h 
-Ployed as the .uUifunctional compound in he 
compositions o£ the present invention include tLi 

^hydride, itaconic anhydride, glutaric anhydride trim»n -^ 

at^sr ' — r 

anhydride and combinations thereof 

silani'' r:r? r r ' action between the epoxy functional 

sxlane, the tetrafunctional silane and the multifunctional 
compound, and the effer-r hv,=- u • '"-Li^irunctional 
abrasion • ^''''^ interaction has on the 

aJDrasion resistance of the cur-f-ri 0^=^ • 

^aerstood. It is Relieved, hoir, tr^e mritiruLt:::! 
compound acts as more than ,ust a hydrolysis catalyst Lr 1 
planes. I„ thxs regard, it can be proposed that the ■ 
-Itrfunct.onal compound has specific activity towards the epo^ 
funct.onaUty on the silane. The reaction of the epoxy g^^:^ 
w.th carboxylic acids is well ^no^ and can occur under Lther 
acrdrc or basic conditions. The carboxylate groups on the 
™ t.functional compound „iU also most li.e!y h ve s me 

thro!ah T '■yS-x"- groups or, alternatively, 

.nteractron .nvolvrng the multifunctional compound may, in fact 
be a co^.naticn of all of the above possibilities, the resu!; 

s highly crosslin.ed matrix. Thus, the matr ^ ■ 

IS enhanced through, extended linkages involving- the 
multifunctional compound. ng the 

intera!tioT^'" -i^ificance of these possible 

dZee oT fail to show the same high 

iruse of \h ^^^^^-^o. as obtained through 

™ultl 1!'. compounds. In this case, a non- 

composition as a hydrolysis catalyst for the sil.„es, ■ but coul! 

the multifunctional compounds. 

very ItaV'"! of th. present invention are also ^ 

vary stable with respect to aging, both' in terms bf performance 
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and. solution stability. The aging of the coating compositions 
is characterized by a gradual increase in viscosity which 
eventually renders the coating compositions unusable . due to 
processing constraints . Aging studies have shown that the 
coating compositions of the present invention, when stored at 
temperatures of 5° C or lower, have usable . shelf lives of 3-4 
months. During this period, the abrasion resistance of the 
cured coatings does not significantly decrease with time. 
Further, such studies have shown that stability of the coating 
compositions is dependent on the relative concentrations of the 
epoxy functional silane, the tetraf unctional silane. and the 
multifunctional compound. In general, higher concentrations of 
the epoxy functional silane and the multifunctional compound 
contribute to increased stability of the coating mixture. Thus, 
in addition to providing enhanced abrasion resistance to the 
cured coatings, the multifunctional compound contributes to the 
overall stability of the coating compositions. 

While the coating compositions produced by the unique 
combination of an epoxy functional silane, a tetraf unctional 
silane and a multifunctional compound provide the primary basis 
for the high abrasion resistance of coatings prepared by curing 
such coating compositions, the coating compositions may 
additionally include other materials to: (a) enhance the 
stability of the coating compositions; (b) increase the abrasion 
resistance of cured coatings produced by the coating, 
compositions; (c) enhance processing of the coating, 
compositions; and (d) provide other desirable properties of the 
cured coating produced from the coating compositions. 

The coating compositions of the present invention may 
further include from about 0 . 1 to about 50 weight percent, based 
on the weight of total solids of the coating compositions, of a 
mixture of hydrolysis products and partial condensates of one or 
more silane additives (i.e, trif unctional silanes, difunctional 
silanes, monof unctional silanes, and mixtures thereof) . The 
silane additives which can be incorporated into the coating 
compositions of the present invention have the formula 
R^^Si(0R^°)4.^ where x is a number of 1, 2 or 3; is H, or an 

alkyl group containing from 1 to about 10 carbon atoms, a 
functionalized. alkyl group, .an alkylene group, an aryl group an 
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alky ether group and combinations thereof; R" is h, an alkvl ' 
group containing from i to about lo carbon atoms, an acetyl 
group; and combinations thereof. Examples of silane additives 
represented by the above -defined formula are 
methyltrimethoxysilane, ethyl - trimethoxys il ane 
propyltrimethoxysilane, bu t y 1 1 r i me t ho xy s i 1 an e ' 
.sobutyltrimethoxysilane, hexy 1 t r i me t hoxy s i 1 ane ' 

octyltrimethoxy-silane, d e c y 1 1 r i me t ho ^y s i 1 an e ' ■ 
cyclohexyltrimethoxysilane, cyclo-hexylmethyltrimethoxysilane' • 
3-methacryloxypropyltrimethoxysilane, vinyl t rime thoxysi lane ' 
allyltrimethoxysilane, dimethyldimethoxy- silane 2- (3' 

cyclchexenyDethyltrimethoxysilane, 3 - cyanopropyl - 
trxmethoxysilane, 3-chloropropyltrimethoxysilane, 2-chloroethyl 
trimethoxysilane, phenethyltrimethoxysilane, 3 -mercaptopropyl- 
trxmethbxysilane, 3-aminopropyltrimethoxysilane, phenyltrimeth- 
oxysilane, 3-isocyanoprbpyltrimethoxysilane, N- (2-aminoethyl) -3- 
a m 1 n o p r o p y 1 t r i m e t h o x y s i 1 a n e , 4.(2 

aminoethylaminomethyDphenethyl-trimethoxysilane 
chloromethyltriethoxysilane, 2-chloro-ethyltriethoxysilane 3- 
chloropropyltriethoxysilane, phenyl -triethoxysilane 

ethyltriethoxysilane. P r o p y 1 t r i e t h o x y s i 1 a n e ' 
butyltriethoxysilane, isobutyltriethoxysilane, hexyl trie t hoxy - 
sxlane, octyltriethoxysilane, decyl triethoxysilane, cyclohexyl- 
triethoxysilane, cyclohexylmethyltriethoxysilane 3- 
methacryloxy-propyltriethoxysilane, vinyl triethoxysilane, 
allyltriethoxysilane, [2- (3-cyclohexenyl) ethyltriethoxysilane 
3 - G y a n o p r o p y 1 t r i e t h o X y - s i 1 a n e , 3 - 
tnethacrylamidopropyltriethoxysilane, "3 - methoxypropyl - 
trxmethoxysilane, 3-ethoxypropyltrimethoxysilane, 3-propoxy- 
propyltrimethoxysilane, 3-methoxyethyltrimethoxysilane 3- 
ethoxy-ethyltrimethoxysilane, 3-propoxyethyltrimethoxysilane, 2- 
[methoxy- (polyethyleneoxy) propyl] heptamethyltrisiloxane 
[methoxy (poly-ethyleneoxy) propyl] trimethoxysilane! 

methoxy (polyethylene-oxy) ethyl] trimethoxysilane, 
[methoxy (polyethyleneoxy) propyl] -triethoxysilane, 
[methoxy (polyethyleneoxy) ethyl] triethoxysilane. 

■ The selection of the silane additive, as well as the amount 
of such silane additive incorporated into' the coating 
compositions will depend upon the particular properties to be 
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enhanced or imparted to either the coating composition or the 
cured coating composition. For example, when the difunctional 
silane dimethyl -dimethoxysilane is utilized as the silane 
additive and incorporated into the coating composition in an 
amount of about 10% or less, based on the total solids of the 
composition, the viscosity increase is greatly reduced during 
aging of the coating composition, without greatly affecting the 
resultant abrasion resistance of the cured coating. 

In certain applications, it is useful to add colloidal 
silica to the coating composition. Colloidal silica is 
commercially available under a number of different tradename 
designations, including Nalcoag® (Nalco Chemical Co., 
Naperville, IL) ; Nyacol® (Nyacol Products, Inc., Ashland, MA); 
Snowtex® (Nissan Chemical Industries, LTD., Tokyo, Japan); 
Ludox® (DuPont Company, Wilmington, Delaware); and Highlink OG® 
(Hoechst Celanese^ Charlotte, NC) . The colloidal silica is an 
aqueous or organic solvent dispersion of particulate silica and 
the various products differ principally by particle size, silica 
concentration, pH, presence of stabilizing ions, solvent makeup, 
and the like. It is understood by those skilled in the art that 
substantially different product properties can be obtained 
through the selection of different colloidal silicas. 

Colloidal silica, when added to a coating composition, is 
considered a reactive material. The surface of the silica is 
covered with silicon bound hydroxyls, some of which are 
deprotonated, which can interact with materials in the coating 
composition. The extent of these interactions is dictated by a 
variety of factors, including, solvent system, pH, concentration, 
and ionic strength. The manufacturing process further affects 
these interactions. It is thus recognized by those skilled in 
the art; that colloidal silica can be added into a coating 
formulation in different ways with different results. 

In the coating compositions of the . present invention, 
colloidal silica can be added into the coating compositions in 
a variety of different ways. In some instances, it is desirable 
to add the colloidal silica in the last step of the reaction 
sequence. In other instances, colloidal silica is added in the 
first step of the reaction sequence. In yet other instances, 
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colloidal. Silica can -be added in an intermediate step in the' 

sequence.. - . . xii une 

It has been observed that the addition of colloidal silica 
to the coating compositions of the present invention can further 
enhance the abrasion resistance of the cured colt^na 
compositions and can further contribute to the overall stability 

bLn r""/ The most significant results have 

been achieved with the use of a^eous - basic colloidal silica 

IS, aqueous mixtures of colloidal silica having a oH 
greater than 7. in such cases, the high pH is accompanied b/a 
hxgher concentration of a stabilizing counterion, such as L 
sodium catxon. Cured coatings formulated from the coating 
co.pos.t.ons Of the present invention which contain basi! 
colloidal Silicas have shown abrasion resistance comparable to 
those cf a catalyzed coating composition of the present 

ZllT ' -"P-i"- .hy^olysis products and 

part:Lal condensates of an epoxy functional silane a 
tetrafunctional silane, a multi-functional compound and a 
catalyst such as sodium hydroxide), but the coating compositions 
containing colloidal silica have enhanced stability with respect 
to the catalyzed compositions which do not contain colloidal 

S 1 X 1 C3. . 

In the same manner, it is also possible to add other metal 
oxides xnto the coating compositions of the present invention. 
Such additions may be made instead of, or in addition to. any 
colloxdal silica additions. Metal oxides may be .added to the 
inventive coatings to provide or enhance specific properties of 
the cured coating., such as abrasion • resistance, refractive 
xndex, anti-static, anti -reflectance, weatherability, etc. It 
will be recognized by those skilled in the art that similar 
types of considerations that apply to the colloidal silica 
additions will also apply more generally to the metal oxide 
actaitions. 

Examples of metal oxides which may be, used in the coating 
compositions of the present invention include silica,, zirconia, 
titani-a, ceria, tin oxide and mixtures thereof. 

The amount of colloidal - silica incorporated into the 
coating compositions of the present invention can vary widely 
and will generally depend on the desired properties of the cured 
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coating produced from the coating compositions, as well as- the 
desired stability of the coating compositions. Similarly, the 
amount of metal oxides incorporated into the coating 
compositions of the present- invention can vary widely and will 
generally depend on the desired properties of the cured coating 
produced from the coating compositions, as well as the desired 
stability of the coating compositions. 

When colloidal silica and/or metal oxides are added, it is 
desirable to add from about 0.1 to about 50 weight percent of . 
solids of the colloidal silica and/or metal oxides, based on the 
total solids of the composition, to the coating compositions of 
the present invention. The colloidal silica and/or metal oxides 
will generally have a particle size in the range of 2 to 150 
millimicrons in diameter, and more desirably/ a particle size in 
the range of from about 2 to 50 millimicrons. 

Although a catalyst is not an essential ingredient of the 
present invention, the addition of a catalyst can affect 
abrasion resistance and other properties of the coating 
including stability, tinting capacity, porosity, cosmetics, 
caustic resistance, water resistance and the like. The amount 
of catalyst used can vary widely, but when present will 
generally be in an amount sufficient to provide from about 0.1 
to about 10 weight percent, based on the total solids of the 
composition. 

Examples of catalysts which can be incorporated into the 
coating compositions of the present invention , are (i) metal 
acetylacetonates, (ii) diamides, (iii) imidazoles, (iv) amines 
and ammonium salts, (v) organic sulfonic acids and their. amine 
salts, (vi) alkali metal salts of carboxylic acids, (vii) 
alkali metal hydroxides and (viii) fluoride salts. Thus, 
examples of such catalysts include for group (i) such compounds 
as aluminum, zinc, iron and cobalt acetylacetonates ; group (ii) 
dicyandiamide; for group (iii) such compounds as 2- 
methylimidazole, 2-ethyl-4-methylimidazole and l-cyanoethyl-2- 
propylimidazole; for group (iv) , .such compounds as 
benzyldimethylamine, and 1 , 2-diaminocyclohexane ; for group (v) , 
such compounds as trif luoromethanesulf onic- acid; for group (vi) , 
such compounds as sodium acetate, for group (vii), such 
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compounds as sodium hydroxide, and potassium hydroxide; and for 
group (viii), tetra-n-butyl ammonium fluoride, and the like 

An effective amount of a leveling or flow control agent can 
be incorporated into the composition to more evenly spread or 
level the composition on the surface of the substrate and to 
provide substantially uniform contact with the substrate The 
amount of the leveling or flow control agent can vary widely 
but generally is an amount sufficient to provide the coating 
composition with from about 10 to about 5,000 ppm of the 
leveling or flow control agent. Any conventional, commercially 
available leveling or flow control agent which is compatible 
with the coating composition and the substrate and which is 
capable of leveling the coating composition on a substrate and 
which enhances wetting between the coating composition and' the 
substrate can be employed. The use of leveling and flow control 
agents is well known in the art and has been described ' in the 
"Handbook of Coating Additives" (ed. Leonard J. Calbo pub 
Marcel Dekker) , pg 119-145. 

Examples of such leveling or flow control agents which can 
be incorporated into the coating compositions of the present 
invention include organic polyethers such as TRITON X-100, X- 
405, N-57 from Rohm and Haas, silicones such as Paint Additive 
3, Paint Additive 29, Paint Additive 57 from Dow Corning, SILWET 
L-77, and SILWET L-7600 from OSi Specialties, and 
fluorosurfactants such as FLUORAD FC-171, FLUORAD FC-430 and 
FLUORAD PC-431 from 3M Corporation. 

In addition, other additives can be added to the coating 
compositions of the present invention in order to enhance the 
usefulness of the coating compositions or the coatings produced 
by curing the coating compositions. For example; ultraviolet 
absorbers, antioxidants, and the like can be incorporated into 
the coating compositions of the present invention, if desired. 

The coating compositions of the present invention can be 
prepared by a variety of processes, to provide stable coating 
compositions which, upon curing,- produce substantially 
transparent coatings having enhanced abrasion resistance. For 
example, the epo^y functional silane, the tetraf unctional silane 
and the multifunctional compound can be added to the aqueous- 
organic solvent solution and stirred f or a period of , .time 
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effective to produce a coating composition having iinaproved 
stability. When cured, such coating compositions have Bayer 
numbers ranging from about 6 to about 8 when employing the test 
method hereinbefore described. However, by incorporating a 
5 catalyst into the aqueous -organic solvent mixtures containing 
the epoxy functional silane, the tetraf unctional silane and the 
multifunctional compound, the Bayer numbers of the cured 
coatings produced from such coating compositions are increased 
so as to range from about 8 to about 15 when employing the test 

10 method hereinbefore described. 

When an aqueous hydrolyzate of the epoxy functional silane 
is mixed with a solution of the multifunctional compound and 
combined with the tetrafunctional silane a coating composition 
is formed which when cured has a Bayer value of about 7 when 

15 employing the test method herein before described. 

When a tetrafunctional silane hydrolyzate is formed in the 
px-esence of the multifunctional compound or other acid and the 
aqueous -organic mixture, and the epoxy functional component is 
added to this mixture, a coating composition is obtained which 

20 when cured provides a Bayer value of about 7 when employing the 
test method herein before described. 

When a mixture of the tetrafunctional silane and the 
multifunctional compound is hydrolyzed and treated with an 
effective amount of sodium hydroxide and then admixed with an 

2 5 aqueous hydrolyzate of the epoxy functional silane, the 
resulting cured coating composition has a Bayer value of about 
14 when employing the test method herein before described. 

From the above, it becomes clear to those skilled in the 
art that various methods can be employed for producing the 

30 coating compositions - of the present invention, and that such 
compositions, when cured, provide coatings having improved 
abrasion resistance. Further, the coating compositions have a 
desired stability which enhances their usefulness. However, by 
altering the method of preparing such compositions, product 

35 properties, such as stability and abrasion resistance, i.e., 
Bayer number, can be affected. 

The compositions of the invention can be applied. to solid 
substrates by conventional methods, such as flow coating, spray 
coating, curtain coating, dip, coating,, spin coating, roll 
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coating, etc. to form a continuous surface film. Any substrate 
compatible with the compositions can be coated with the 
compositions, such as plastic materials,' wood, paper, metal, 
printed surfaces, ■ leather, glass, ceramics, glass ceramics,' 
mineral based materials and textiles. The compositions are 
especially useful as coatings for synthetic organic polymeric 
substrates in sheet or film form, such as acrylic polymers, 
poly(.ethyleneterephthalate) , polycarbonates, polyamides,' 
polyimides, copolymers of acrylonitrile-styrene, styrene- 
acrylonitrile-butadiene ' copolymers,. polyvinyl chloride, 
butyrates, polyethylene and the like. Transparent polymeric 
materials coated with these compositions are useful as flat or 
curved enclosures, such as windows, skylights and windshields, 
especially for transportation equipment. Plastic lenses, such 
as acrylic or polycarbonate ophthalmic lenses, can also be 
coated with the compositions of the invention. 

By choice of proper formulation, application conditions and 
pretreatment (including the use of primers) of the substrate, 
the coating compositions of the present invention can be adhered 
to substantially all solid surfaces. . Abrasion resistant 
coatings having Bayer numbers of at least 5 employing the test 
method hereinbefore described can be obtained by heat curing at 
temperatures in the range of 50° C to 200° C for a period of 
from about 5 minutes to 18 hours. The coating thickness can" be 
varied by means of the particular application technique, but 
coatings having a thickness of from, about 0.5 to 20 microns, and 
more desirably from about l-io microns, are generally utilized. 

In order to further illustrate the present invention, the 
following examples are given. However, it is to be understood 
that the examples are for illustrative purposes only and are not- 
to be construed as limiting the scope of the. subject invention. 
The abrasion resistant properties of the coatings produced.. by 
curing the coating compositions prepared in accordance with the 
following examples were determined using the modification of the. 
Oscillating Sand Test method (ASTM F735-81) hereinbefore 
described. 
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A. Etched poly (diethylene glycol-bis-allyl carbonate) 
lenses (referred to as ADC lenses) were used for coating and 
testing. The ADC lenses were etched by contact with a 10% 
potassium hydroxide solution containing propylene glycol methyl 
ether and water for a period of about 10 minutes. The propylene 
glycol methyl ether and water were present in the potassium 
hydroxide solution in a 1;1 volume ratio. The coating of the 
lenses with the coating compositions was achieved by dip coating 
the etched lenses at a withdrawal rate of 6 inches per minute. 
The coated lenses were then cured at 120° C for 3 . hours . The 
lenses were tested using the variation of the Oscillating Sand 
Test method hereinbefore described and a Bayer number was. 
determined for each coating. 

B. Primed polycarbonate lenses (referred to as PC lenses) 
were used for coating and testing. The PC .lenses were primed 
with SDC Primer XF-1107 (commercially available from SDC 
Coatings, Inc., Anaheim, California) using a withdrawal rate of 
2 inches per minute followed by a 30 minute air dry to provide 
about a 0.5 micron prime coat. The coating of the lenses with 
the coating compositions was achieved by dip coating the primed 
lenses at a withdrawal rate of 18 inches per minute. The coated 
lenses were then cured at 130*" C for 4 hours. The lenses were 
tested using the variation of the Oscillating Sand Test method 
hereinbefore described and a Bayer number was determined for. 
each coating. 

Example lA 

■ 4 64 grams of 3-glycidoxypropyltrimethoxysilane were added 
slowly to 767 grams of deionized water while stirring. The 
aqueous 3-glycidoxypropyltrimethoxysilane mixture was stirred 
for approxi-mately one hour. 69,6 grams of itaconic acid 
dissolved in 767 grams of propylene glycol methyl ether were 
then added streamwise to . the aqueous 3- 
glycidoxypropyltrimethoxysilane mixture. The mixture was then 
stirred for 30 minutes, and then 1021 grams of tetraethyl 
orthosilicate were slowly added to provide a resulting admixture 
which was stirred overnight to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.1 microns. The coated lenses were 
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then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 6.7. 

Example IB 

3 80 grams of the coating composition from Example lA were 
treated with 0:9 grams of benzyl dimethylamine and stirred for 
about. 2 hours to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.3 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described' and it was determined that the' etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 8.3. 

Example IC 

380 grams of the coating composition from Example lA were 
treated with 1.2 grams of a 19% aqueous solution of sodium 
hydroxide to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.4 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this. Example had a Bayer number, of 
about 10.5. 

Examples IB-lC illustrate the optional use of a catalyst 
with the coating composition of Example lA wherein the abrasion 
resistance is improved when a catalyst is incorporated into, the 
coating composition. ■ . 

■■ '■ ■ Example 2 A 

A) .495 grams of 3 -glycidoxypropyltrimethoxysilane, were, 
added to ■ 820 grams of deionized water. The aqueous 3.- 
glycidoxypropyltri-methoxysilane mixture, was stirred., for 
approximately one hour. . 
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B) 200 grams of propylene glycol methyl ether and 18.2 
grams of gliitaric acid were added to 319 grams of the aqueous 3- 
glycid-oxypropyltrimethoxysilane mixture from step A above and 
stirred for approximately 15 minutes to produce an admixture. 
254.5 grams of tetraethyl orthosilicate were added to this 
admixture and stirred approximately 17 hours to produce a 
coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.1 micron. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
/hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 7.9. 

Example 2B 

400 grams of the coating composition from Example 2A were 
treated with 0.9 grams of benzyldimethylamine and stirred about 
6 hours to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.1 microns. The coated lenses were, 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
i lenses coated with the coating compositions prepared employing 
rthe procedures set forth in this Example had a' Bayer number of 
about 12.2. 

Example 3 A 

200 grams of propylene glycol methyl ether and 13.7 grams 
■of succinic anhydride were added to 319 grams of the aqueous. 3- 
glycid-oxypropyltrimethoxysilane mixture (Step A) of -Example. 2 A 
and allowed to stir for approximately 15 minutes to produce an 
admixture. 264.5 grams of tetraethyl orthosilicate were added 
to the admixture and stirred for approximately 17 hours . to 
produce a coating composition. 

The coating composition was applied, to the etched ADC 
lenses according to Procedure A to provide . a cured coating 
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having, a thickness of about 2.1 microns. The coated lenses were 
then, subjected to the modified . Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Example- had a Bayer number of 
about. 6.2. 

Example 3B 

400 grams of the coating composition from Example 3A were, 
treated with 0.9 grams of benzyldimethylamine and stirred for 
approximately 6 hours to produce a. coating composition. 

The coating composition was applied to the , etched ADC 
lenses according to Procedure A. to provide a cured coating 
having a thickness of about 2 . 1 microns . The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the -procedures set forth in this Example had a Bayer number of 
about 14.4. 

Example 4A (Comparative Example) 
116 grams of 3-glycidoxypropyltrimethoxysilane were, added 
slowly to 191.8 grams of deionized water. The aqueous 3- 
glycidoxy-propyltrimethoxysilane mixture was then stirred for 
approximately one hour. 16 grams of acetic acid in 191.8 grams 
of propylene glycol methyl ether were then added streamwise to 
the aqueous 3 -glycidoxypropyltriraethoxysilane mixture. The 
mixture was then stirred for 15 minutes, and 255.3 grams of 
tetraethyl orthosilicate were slowly added .to provide a 
resulting admixture which was stirred approximately 17 hours to 
produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coa.ting 
having a thickness of about 2 . 1 microns . The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Exampl.e had a Bayer number of 
about 4.4. 

Example 4 in contrast with Examples lA, 2A, and ,3A shows 
the importance of the multifunctional compound , with respect- to ~ 
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obtaining Bayer numbers of at least 5 when such coating 
compositions are tested using the modified Oscillating Sand Test 
method hereinbefore described. 

Example 5 

378 grams of 3 -glycidoxypropyltrimethoxysilane were added 
to 653 grams of deionized water and stirred for about 18 hours. 
30.8 grams of a 12 weight percent solution of itaconic acid in 
propylene glycol methyl ether were added to 98.5 grams of the 
aqueous 3-glycidoxypropyltrimethoxysilane mixture with stirring. 
100.8 grams of tetra-n^propyl orthosilicate were then added. 
The mixture was stirred 12 hours and 19 grams of propylene 
glycol methyl ether were added to produce a coating composition. 
The coating composition was aged 7 days, at 5° C. 

The coating composition- was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.1 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating compositions prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 8.6. 

Example 5 illustrates the use of a tetraf unctional silane 
other than tetraethyl orthosilicate and shows the generality of 
the present invention .with respect to the tetraf unctional 
silane . 

' Example 6A (Comparative Example) 

116 grams of 3 -glycidoxypropyltrimethoxysilane were added 
to 191.8 grams of deionized water. The aqueous 3- 

glycidoxypropyl-trimethoxysilane mixture was stirred for 
approximately labour. 17.4 grams of , itaconic acid in 191.8 
grams- of propylene glycol methyl ether were added streamwise and 
stirred approximately 15 minutes to form an admixture. 216.6 
grams of Nalco N-1042 colloidal silica were added. and stirred 
approximately 17 hours- to form a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
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lenses coated with the coating, composition prepared employing 
the procedures set forth in . this. Example- had a Bayer number of 
about 3.0. 

Example 6B ■ (Com parative Examp le) 
0.9 grams of benzyldimethylamine were added to:380 grams of 
the coating, composition of Example 6A and allowed to stir for 
about 2 hours to form a coating composition. 

■■ The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured . coating 
having a thickness of about 2 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the. procedures set forth in .this Example had a Bayer number of 
about 2.4. 

Examples 6A - and 6B illustrate the importance of . the 
presence of the tetrafunctional silane in the coating 
compositions of the present invention with respect to obtaining 
Bayer numbers of at least 5 on the cured coating when such 
coating compositions are tested using the modified Oscillating 
Sand Test method- hereinbefore described. 

Example 7 

118.5 grams of tetraethyl orthosilicate were added dropwise 
to 9.1 grams of itaconic acid, 100.9 grams of water and 100.9 
grams of propylene glycol methyl ether, which were being 
stirred, to form an aqueous -organic solvent mixture. The. 
aqueous -organic solvent mixture was. stirred for four hours. 
67.2 grams of. ■ 3 -glycidoxy-propyltrimethdxysilane were added 
dropwise and stirred about 14 hours. to form an admixture. .0.03 
grams of a silicone leveling agent. ( PA- 57 . from Dow Corning, 
Midland, Michigan) in 0.27. grams of propylene glycol methyl 
ether were added to form a. coating composition. 

The coating composition was applied to primed PC lenses 
according to Procedure B to provide a cured coating. Th^ coated, 
lenses were then subjected to the. modified Oscillating Sand Test 
method ■ hereinbefore described and it was determined that the 
primed PC lenses coated with, the . coating compositions prepared 
employing the procedures set forth in this Example had. a Bayer, 
number of about 6.4. 
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Example 8 

86.1 grams of tetraethyl. orthosilicate . were added dropwise 
to 10.6 grams of itaconic acid; 112.5 grams of water and 112.5 
grams of propylene glycol methyl ether which were being stirred 
to form an aqueous -organic solvent mixture . The .aqueous -organic 
solvent mixture was stirred for four hours. 78.3 grams of 3- 
glycidoxy-propyltrimethoxysilane were* added dropwise and stirred 
about 14 hours to form an, admixture. 0.03 grams of a silicon 
leveling agent {PA-57) in 0.27 grams of propylene glycol methyl 

.ether were added to form a coating composition. 

The coating composition was applied to the primed PC lenses 

: according' to Procedure B to provide a coating having a thickness 
of about 5.3 microns. The coated lenses were then subjected to 
the modified Oscillating Sand Test method hereinbefore described 
and it was determined that the primed PC lenses coated with the 
coating compositions prepared employing the procedures set forth 
in this Example had a Bayer number of about 5.3. 

Example 9 

74.8 grams of tetraethyl orthosilicate were added dropwise. 
to 9.1 grams of itaconic acid, 114.6 grams of water and 114.6 
grams of propylene glycol methyl ether which were being stirred 
to form an aqueous -organic solvent mixture. The aqueous -organic 
solvent mixture was stirred for four hours. 84.8 grams of 3- 
glycidoxy-propyltrimethoxysilane were added dropwise and stirred 
about 14 hours to form an admixture. 0.03 grams of a silicone: 
leveling agent (PA-57) in 0.27 grams of propylene glycol methyl 

..ether were added to form a coating composition. 

; The coating composition was applied to the primed PC lenses 

...according to Procedure B to provide a cured coating. The coated 
lenses were then subjected to the modified Oscillating Sand Test 
method hereinbefore described and it was determined that the 
primed PC lenses coated with the coating compositions prepared 
employing the procedures set forth in this Example had a Bayer 

.-.number of about 5.4. 

The following Examples lOA - 12 E illustrate , process, 
variations which can be employed in the formulation of the 
compositions of the present invention having improved abrasion- 
resistance. . 

Example lOA 
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116.0 grams of 3 -glycidoxypropyltrimethoxysilane , 25.5.3 
grams of tetraethyl orthosilicate, 17.4- grams of itaconic acid, 
and 191.8 grams of propylene glycol methyl ether -were combined 
while being stirred into a single mix. 191.8 grams of water 
were added to make a resulting mixture. The mixture was then 
stirred for 17 hours to produce a coating composition. 

The coating composition was ■ applied to the etched ADC 
lenses according to Procedure A to provide a cured .coating 
having a thickness of about 2.1 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 7.5: 

Example lOB 

0.9 grams of benzyldimethylamine were added to 380 grams of 
the coating composition of Example lOA and stirred for about 6 
hours . 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating . 
having a thickness of about 2.1 microns. ■ The coated lenses were 
then . subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of . 
about 10.7, 

Example 11 

45.4 grams of itaconic acid, 723.1 grams of . propylene 
glycol methyl ether were combined with ; stirring to form a. 
resulting mixture. 375.4 grams of deionized water were then 
added to form an aqueous -organic solvent admixture. 726.1 grams 
of tetraethyl orthosilicate were added to the admixture and 
stirred 24 hours. 329.6 grams of 3- 

glycidoxypropyltrimethoxysilane were then added to produce, a 
coating composition. 

The coating composition was ■ applied to the- etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about, 1.5 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
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hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 7.4. 

Example 12A 

A) 188.9 grams of tetraethyl orthosilicate were added to 
a mixture of 212 grams of deioriized water, 86.7 grams of 
propylene glycol methyl ether and 11.8 grams of itaconic acid 
and the resulting mixture was stirred for 18 hours and stored at 
5° C. 

B) 476.8 grams of 3 -glycidoxypropyltrimethoxysilane were 
added to 273.7 grams of deionized- water and the resulting 
mixture was stirred for 18 hours and stored at 5^ C. 

C) 67.4 grams of the mixture produced in step B above were 
added to 250 grams of mixture produced in step A above to 
produce a coating composition. The coating composition was 
stirred for 24 hours. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 1.3 micron. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number" of 
about 9.3. 

Example 12B 

10.34 ml of an aqueous 0.105 molar sodium hydroxide 
solution were added to 250 grams of mixture A from Example 12A 
above to a final pH of 3.4. The mixture was stirred for 18 
hours, 67.4 grams of mixture B (Example 12A) were then added to 
this mixture to produce an admixture. The admixture was stirred 
for 24 hours. A 163.9 gram aliquot of the admixture was then 
diluted with 37.3 grams of propylene glycol methyl ether to 
produce a coating composition. 

The coating composition was applied to the etched- ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.4 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
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lenses coated with the ' coating composition prepared employing 
the procedures set forth in 'this Example had a Bayer number of 
about 13 . 9 . 

Example 12C 

1312.1 grams of tetraethyl orthosilicate were added to a 
mixture of 82.1 grams of itaconic acid, 639.1 grams of water, 
and 1005 grams of propylene glycol methyl ether to make an 
aqueous -organic solvent mixture. This mixture was stirred for 
18 hours. 115.4 grams of mixture B in example 12A above were 
added to 364.6 grams of the aqueous-organic solvent mixture. The 
mixture was stirred for 18 hours to produce a coating 
composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating. The 
coated lenses were then subjected to the modified Oscillating 
Sand Test method hereinbefore described and it was determined 
that the etched ADC lenses coated with the coating composition 
prepared' employing the procedures set forth in this Example had 
a Bayer number of about 8.7. 

Example 12D 

Benzyldimethylamine was added dropwise to the coating 
composition described in Example 12C to yield a coating 
composition with a pH value of 4.2. 

The coating composition was applied to the etched *ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 1.8 microns. The coated lenses were 
then ■ subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 10.1. 

Example 12E ' ' 

1 molar aqueous sodium hydroxide solution was added 
dropwise to the coating composition described in Example 12C to 
yield a coating composition with a pH value of 3.6. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a ' cured coating 
.having a thickness of about 1.7 microns. Thecoated lenses were 
then subjected to the modified Oscillating Sand Test method 
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hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 10,3. 

Examples 12D - 12E illustrate the use of a catalyst with 
the fully formulated coating of Example -120 . . 

Example 13 

Following the procedure described in Example.!, 61.4 grams 
of 3-glycidoxypropyltrimethoxysilane, 96.4 grams of water, 88.7 
grams of propylene glycol methyl ether, 9.2 grams of itaconic 
acid and 128.3 grams of tetraethyl orthosilicate were combined 
in an admixture. To this admixture, .13 grams of Nalco 1115 
colloidal silica were added by pouring and stirred overnight to 
produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 1.9 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it. was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 9.8. 

Example 14 

Following the procedure described in Example 1, 61.9 grams 
of 3-glycidoxypropyltrimethoxysilane, 87.2 grams of water, 87.1 
grams of propylene glycol methyl ether, 9.3 grams of itaconic 
acid and 116.1 grams of tetraethyl orthosilicate were combined 
in an admixture. To this admixture, 38.7 ,grams of Nalco 1115 
colloidal silica were added by pouring and stirred overnight to 
produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to . Procedure A to provide a cured coating 
having a thickness of about 2.0 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
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the procedures set forth in this. Example had a Bayer number of 
about 12.6.- 

Example 15 

Following the, procedure outlined in Example 1, 61.2 grams 
5 of 3-glycidoxypropyltrimethoxysilane, 75.8 grams of water, 83.7 
grams of propylene glycol methyl ether, 9.2 g;rams of itaconic 
acid and 101 grams of tetraethyl orthosilicate were combined in 
an admixture. To this admixture, 64.7 grams of Nalco 1115 
colloidal silica were added by pouring and stirred overnight to 

10 produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2,1 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 

15 hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 11 . 

Example 16 

20 17.4 grams of itaconic acid, 106 grams of water and 225.9 

grams of propylene glycol methyl ether were combined to form a 
mixture. 223,3 grams of tetraethyl orthosilicate were added 
dropwise to the mixture while stirring to produce a first 
admixture. The first admixture was then stirred for 

25 approximately two hours . 61.4 grams of Nalco 1115 . colloidal 
silica were rapidly added by pouring to produce a second 
admixture. The second - admixture was then stirred for about 15 
minutes and 116 grams of , 3 -glycidoxypropyltrimethoxysilane 
were added dropwise to provide a resulting third admixture which 

30 was stirred approximately 14 hours. 0.06 grams of a silicone 
leveling agent (PA-57) in 0.5 grams of propylene glycol methyl 
ether were added to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A ,to provide a cured coating. The 

35 coated lenses were then subjected to the modified Oscillating 
Sand Test method hereinbefore described and it was determined 
that the etched ADC lenses coated with the coating composition 
prepared employing the procedures set forth in this Example had 
a Bayer number of about 11.6.. 
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Example 17 

153.1 grams of 3 -glycidoxypropyltrimethoxysilane were added 
slowly to 181.1 grams of Nalco 1115 colloidal silica, 100.5 
grams of water and 5 grams of itaconic acid which were being 
5 stirred constantly.' The aqueous ' 3- 

glycidoxypropyltrimethoxysilane mixture was then stirred for one 
hour. 324.4 grams of propylene glycol methyl ether and an 
additional 16 grams of itaconic acid were added. 220. grams - of 
tetraethyl orthosilicate were then added to the mixture, 

10 followed by another 50 grams of propylene glycol methyl ether 
and then stirred overnight to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating' 
having a thickness of about 2.4 microns. The coated lenses were 

15 then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 13.6. 

20 Example 18 

153.1 grams of 3 -glycidoxypropyltrimethoxysilane were added 
slowly to a mixture of 90.5 grams of Ludox HS-30 colloidal 
silica, (DuPont Company, Wilmington, Delaware) 190 grams of 
water and 5 grams of itaconic acid which was being constantly 

25 stirred. The 3 -glycidoxypropyltrimethoxysilane mixture was then 
stirred for approximately two hours. 325.4 grams of propylene 
glycol methyl ether and an additional 16 grams of itaconic acid 
were then added to the 3 -glycidoxypropyltrimethoxysilane mixture 
and stirred for an additional hour to produce an admixture. 110 

3 0 grams of tetraethyl orthosilicate were slowly added to a 3 90 
gram aliquot of the admixture while the admixture was being 
constantly stirred. The resulting mixture was stirred overnight 
to produce a coating composition. 

The coating composition was applied to the etched . ADC 

3 5 lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.4 microns. The coated lenses were 
then subjected to the , modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
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the procedures set forth in this Example had a Bayer number of 
about 8.4. 

Example 19 

132.0 grams of tetraethyl orthosilicate were added to a 
solution of 12.6 grams of itaconic acid in a mixture of 114.0 
grams of isopropanol and 114 grams deionized water. The mixture 
was stirred for 3 hours. 54 . 3 grams of Ludox HS-30 colloidal 
silica were added followed' by an additional 80 grams of 
isopropanol. 91.8 grams of 3-glycidoxypropyltrimethoxysilane 
were then added to this mixture and stirred for about 18 hours. 
75 ppm of a silicon leveling agent {PA-57) were added to produce 
a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 3.0 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 7.9. 

Examples 13 - 19 illustrate the addition of colloidal 
silica to the compositions of the present invention formulated 
from an epoxy functional silane, a tetraf unctional silane and a 
multi-functional compound to produce compositions which, upon 
curing, have improved abrasive resistance properties. 

Examples 16 - 19 also illustrate the optional use of two 
different types of basic colloidal silica and possible 
variaitions in mixing sequences. 

Example 2 0 

18.9 grams of methyltrimethoxysilane were added slowly to 
56.3 grams of water which was being constantly stirred. 19.8 
grams of 3-glycidoxypropyltrimethoxysilane were then added 
slowly to this solution and stirred approximately one hour. 4.5 
grams of itaconic acid pre-dissolved in 56.3 grams of propylene 
glycol methyl ether were added to the mixture and stirred for an 
additional hour. 81.3 grams of tetraethyl orthosilicate were 
slowly' added, stirred an additional' two hours and the mixture 
then allowed to sit at ambient temperature overnight. 1.4 grams 
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of benzyldimethylamine were then added to the resultant product 
to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 3.4 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 10.8. 

Example 20 illustrates the addition of a silane additive to 
the compositions of the present invention formulated from an 
epoxy functional silane, a tetrafunctional silane, and a 
multifunctional compound. " 

Example 21 

18.9 grams of methyltrimethoxysilane were added slowly to 
33.5 grams of Nalco 1042 colloidal silica which was being 
constantly stirred. 19.8 grams of 3- 

glycidoxypropyltrimethoxysilane were then added slowly to this 
solution and stirred approximately one hour. 4 . 5 grams of 
itaconic acid pre-dissolved in 56.3 grams of propylene glycol 
methyl ether were added to the mixture. This mixture was 
allowed to stir for an additional hour before slowly adding 40.7 
grams of tetraethyl orthosilicate to produce an admixture which 
was stirred an additional two hours and then allowed to sit at 
ambient temperature overnight. 1.4 grams of benzyldimethylamine 
were added to the admixture to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 3.3 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 6.6. 

Example 22 

Following the procedure outlined in Example 21, 16.8 grams 
of : Nalco 1042 colloidal. silica, 18.9 grams of 
methyltrimethoxysilane, 19.8 grams of 3- 
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glycidoxypropyltrimethoxysilane, 4 . 5 grams of itaconic acid, 
56.3 grains of propylene glycol methyl ether, 61.0 grams of 
tetraethyl orthosilicate and 1.4' grams of benzyldimethylamine 
were combined to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 3.1 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth. in this Example had a Bayer number of 
about' 9,9. 

Example 23 

3 7.7 grams of 3 -glycidoxypropyltrimethoxysilane were added 
slowly to 82.1 grams of water which "was constantly stirred. The 
aqueous 3-glycidoxypropyltrimethoxysilane mixture was then 
stirred for approximately one hour. 5 . 2 grams of itaconic acid 
pre-dissolved in 96.6 grams of propylene methyl glycol ether 
were added to the mixture. The solution was then stirred for an 
additional two hours before adding 0.54 grams of 
dimethyldimethoxysilane. This mixture was then stirred for 30 
minutes and 77.4 grams of tetraethyl orthosilicate were added to 
the mixture to produce an admixture, then stirred an additional 
two hours and allowed to sit at ambient temperature overnight. 
0.6 grams of benzyldimethylamine were added to the admixture to 
produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 3.1 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth in this Example had a Bayer number of 
about 11.5. 



Example 24 
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Following the procedure outlined in Example 23, 37.7 grams 
of 3-glycidoxypropyltrimethoxysilane,. 82.1 grams of water, 5.2 
grams of itaconic acid, 96.6 grams of propylene glycol methyl 
ether 2 7 grams of dimethyldimethoxysilane, 77.4 grams of 
tetraethyl ortho- silicate and 0.6 grams of benzyldimethylamine 
were combined to produce a coating composition. 

The coating composition was applied to the etched ADC 
lenses according to Procedure A to provide a cured coating 
having a thickness of about 2.6 microns. The coated lenses were 
then subjected to the modified Oscillating Sand Test method 
hereinbefore described and it was determined that the etched ADC 
lenses coated with the coating composition prepared employing 
the procedures set forth- in this Example had a Bayer number of 
about 8.6. 

Changes may be made in the construction and the operation 
of the various components, elements and assemblies described 
herein and changes may be made in the steps or the sequence of 
steps of the methods described herein without departing from the 
spirit and scope of the invention as defined in the following 
claims. 
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CLAIMS 

1. A composition having improved stability and which, 
when applied to a substrate and cured, provides an abrasion 
resistant coating on the substrate, comprising: 

an aqueous-organic solvent mixture containing 

hydrolysis products and partial condensates of an 
epoxy functional silane, a tetrafunctional silane 
and a multifunctional compound wherein the 
multifunctional ' compound is selected from the 
group consisting of multifunctional carboxylic 
acids, multifunctional anhydrides and 
combinations thereof and wherein the epoxy 
functional silane is present in a molar ratio to • 
the tetrafunctional silane of from about 0.1:1 to 
about 5:1. 

2. The composition of claim 1 wherein the hydrolysis 
products and partial condensates of the epoxy functional silane 
and the tetrafxinctional silane are present in the aqueous- 
organic solvit mixture in an amount of from about 10 to about 
99.9 weight percent, based on the total solids of the coating 
composition and wherein the multifunctional compound is present 
in. the aqueous -organic solvent mixture in an amount of from 
about 0.1 to about 30 weight percent, based on the total solids 
of the coating composition. 

3. The composition of claim 1 or 2 wherein the solvent 
constituent of the aqueous-organic solvent mixture is selected 
from the group consisting of an alcohol, an ether, a glycol, a 
glycol ether, an ester, a ketone, a glycolether acetate and • 
mixtures thereof . 

4..-- The composition of any one of the preceding claims 
wherein the solvent constituent of the aqueous -organic solvent 
mixture is an alcohol having the general formula ROH where R is 
an alkyl group containing from 1 to about 10 carbon atoms. 
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5. The composition of claim 1 or 2 wherein the solvent 
constituent of the aqueous -organic solvent mixture is selected 
from the group consisting of a glycol, an ether, a glycol ether 
and mixtures thereof having the f ormula R^- (OR^) ^-OR^ where x is 

an integer of 0, 1, 2, 3 or 4, R^ is H or an alkyl group 
containing from 1 to about 10 carbon atoms and R^ is an alkylene 
group containing from 1 to about 10 carbon atoms and 
combinations thereof . 

6. The composition of any one. of the preceding claims 
wherein the epoxy functional silane is present in a molar ratio 
to the tetrafunctional silane of from about 0.1:1 to about 3:1. 

7 . The composition of any one of the preceding claims 
wherein the epoxy functional silane is represented by the 
formula R^ Si(OR^). ^ where x is an integer of 1, 2 or 3 , R^ is H, 
an alkyl group, a f unctionalized alkyl group, an alkylene group, 
an aryl group, an alkyl ether, and combinations thereof 
containing from 1 to about 10 carbon atoms and having at least 1 
epoxy functional group, and R^ is H, an alkyl group containing 
from 1 to about 5 carbon atoms, an acetyl group, 

a -Si (OR^) 3_yR^y group where y is an integer of 0, 1, 2, or 3 , and 
combinations thereof where r5 is H, an alkyl group containing 
from 1 to about 5 carbon atoms an acetyl group, another 
-Si{0R^)3 yR^y group and combinations thereof, and R^ is H, an 
alkyl group, a f unctionalized alkyl group, an alkylene group, an 
aryl group, an alkyl ether and combinations thereof containing 
from 1 to about 10 carbon atoms. 

8. The composition of any one of the preceding claims 
wherein the tetrafunctional silane is represented by the formula 
Si (OR'') 4 where r"^ is H, an alkyl group containing from 1 to about 
5 carbon atoms and ethers thereof, an (OR'') carboxylate, a 



wo 98/46692 



PCT/US98/0801 1 



38 

d8> 



-Si (ORB) 3- group where r9 is a H, an alkyl group containing from 1 
to about 5 carbon atoms and ethers thereof, an (ORS) 
carboxylate, another -si (OR^) 3 group and combinations thereof. 



9. The composition of any one of the preceding claims 
wherein the amount of water present in the aqueous -organic 
solvent mixture is an amount sufficient to provide a 
substantially homogeneous mixture of hydrolysis products and 
partial condensates of the epoxy functional silane and the 
tetraf unctional silane . 

10. The composition of any one of the preceding claims 
wherein at least a portion of the solvent component of the 
ac3ueous-organic solvent mixture is generated during hydrolysis 
of the epoxy functional silane and the tetraf unctional silane. 

.11. The composition of any one of the preceding claims 
further comprising an effective amount of a catalyst to provide 
enhanced abrasion resistance to a coating produced by curing the 
composition. 

. 12. The composition of claim 11 wherein the effective 
amount of the catalyst is from about 0.1 to about 10 weight 
percent, based on the total solids of the composition. 

13. The composition of any one. of the preceding claims 
wherein the aqueous -organic solvent mixture further comprises 
from about 0 . 1 to about 50 weight percent, based on the total 
solids of the composition, of a mixture of hydrolysis products 
and partial condensates of . a- silane additive represented by the 
formula 

■ R9^Si{ORiO)4_^ 

where x is an integer of 1, 2 or 3, r9 is H, an alkyl 
group containing from 1 to about 10 carbon atoms, a 
functionalized alkyl group, an alkylene group, an aryl group, an 
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alkyl ether group and combinations thereof, R^o is H, an alkyl 
group containing from 1 to about 10 carbon atoms, an acetyl 
group and combinations thereof . 

14. The composition of any one of the preceding claims 
wherein the aqueous -organic solvent mixture further comprises: 

an effective amount of a leveling agent to spread the 
aqueous -organic solvent mixture on the substrate 
and provide substantially uniform contact of the 
aqueous -organic solvent mixture with the 
substrate, 

15. The composition of any one of the preceding claims 
wherein the aqueous -organic solvent mixture further -comprises : 

an effective amount of colloidal silica to provide the 
composition with from about 0.1 to about 50 
weight percent silica, based on the total of 
solids present in the composition. 

16. An article comprising: 
a substrate ; and 

a substantially transparent abrasion-resistant coating 
formed on at least one surface of the substrate 
wherein the coating is formed by curing a- coating 
composition comprising an aqueous -organic solvent 
mixture applied to the surface of the substrate 
and wherein the aqueous -organic solvent mixture 
contains:. 

from about 10 to about 99.9 weight percent, based 
on the total solids of the composition, of 
hydrolysis products 'and partial condensates 
of an epoxy functional silane and a 
tetrafunctional silane wherein the epoxy 
functional silane is present in a molar 
ratio to the tetrafunctional silane of. from 
about 0.1:1 to about 5:1 and the solvent 
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component of the aqueous solvent dispersion 
is compatible with the epoxy functional 
silane and the tetrafunctional silane; and 
from about 0.1 to .about 30 weight percent of a 
multifunctional compound, based on the 
total solids of the composition, wherein 
the multifunctional compound is selected 
from the group consisting of 
multifunctional carboxylic acids, 
multifunctional anhydrides and. mixtures 
thereof. 



17 



The article of claim 16 wherein the epoxy . functional 
silane is present in a molar ratio to the tetrafunctional silane 
of from about 0.1:1 to about 3:1. 

18. The article of claim 16 or 17 wherein the solvent 
constituent of the aqueous-organic solvent mixture is selected 
from the group consisting of an alcohol, an ether, a glycol, a 
glycol ether, an ester, a ketone, a glycolether acetate and 
mixtures thereof . 

19; The article of any one of claims 16-18 wherein the 
solvent constituent of the aqueous -organic solvent mixture is an 
alcohol having the general formula ROH where R is an alkyl group 
containing from 1 to about 10 carbon atoms. 

20. The article of claim 16 or 17 wherein the solvent 
constituent of the aqueous -organic solvent mixture is selected 
from the group consisting of a glycol, an ether, a glycol ether 
and mixtures thereof having the f ormula R^- (OR^ ) ^-OR^ where x is 
an integer of 0 , 1 , 2 , 3 or 4 , Ri is H or an alkyl group 
containing from 1 to about 10 carbon atoms and r2 is. an alkylene 
group containing from 1 to about 10 carbon atoms and 
combinations thereof. 
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21. The article of any one of claims 16-20 wherein the 
epoxy functional si lane is represented by the formula 
R^^SKOR^)^.^ where x is an integer of 1, 2 or 3 , R^ is H, an 

alkyl group, a functionalized alkyl group , an alkylene group, an 
airyl group, an alkyl ether and combinations thereof containing 
from 1 to about 10 carbon atoms and having at least 1 epoxy 
functional group, and R^ is H, an alkyl group containing from 1 
to about 5 carbon atoms, an acetyl group, a -Si (OR^) 3_yR^y group 
where y is an integer of 0, 1, 2, or 3 , and combinations thereof 
where R^ is H, an alkyl group containing from 1 to about 5 
carbon atoms, an acetyl, group, another -Si (OR^) 3^yR^y group and 

combinations thereof, and R^ is H, an alkyl group, a 
functionalized alkyl group, an alkylene group, an aryl group, an 
alkyl ether and combinations thereof containing from 1 to about 
10 carbon atoms. 

22. The article of any one of claims 16-21 wherein the 
tetrafunctional silane is represented by the formula SKOR'^)^ 

where R"^ is H, an alkyl group containing from 1 to about 5 
carbon atoms and ethers thereof, an (OR*^) carboxylate, a 
-Si(0R^)3 group where R^ is a H, an alkyl group containing from 1 

to about 5 carbon atoms and ethers thereof, an (OR^) 
carboxylate, another -Si(0R^)3 group and' combinations thereof. 

23. The article of any one of claims 16-22 wherein the 
amount of water present in the aqueous-organic solvent mixture 
is an amount sufficient to provide a substantially homogeneous 
mixture of hydrolysis products and partial condensates of the 
epoxy functional silane and the tetrafunctional silane. 

'24. The article of any. one of claims 16-23 wherein at 
least a portion of the solvent component of the aqueous-organic 
solvent mixture is generated during hydrolysis of the epoxy 
functional silane and the tetrafunctional silane. 
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25. The article of any one of claims 16-24 wherein the 
aqueous-organic solvent mixture further comprises an effective 
amount of a catalyst to provide enhanced abrasion resistance to 
a coating produced by curing the composition. 

26. The article of claim 25 wherein the effective amount 
of the catalyst is from about 0.1 to about 10 weight percent, 
based on the. total, solids of the composition. 



27. The article of any one of claims 16-26 wherein the 
aqueous-organic -solvent mixture . further comprises from about 0.1 
to about -50 weight percent, based on the total solids of the 
composition, of a mixture of hydrolysis -products and partial 
condensates of a silane additive represented by the formula 

where x is an integer of 1, 2 or 3, is H, an alkyl 

group containing from 1 to about 10 carbon atoms, a 
functionalized alkyl group, an alkylene group, an aryl group," an 
alkyl ether group and combinations thereof, Rio is h, an alkyl 
group containing from 1 to about 10 carbon atoms, an acetyl 
group and combinations thereof. 

28. The article of any one of claims 16-27 wherein the 
aqueous -organic solvent mixture further comprises: 

an effective amount of a leveling agent to spread the 
aqueous -organic solvent . mixture on the substrate 
and provide substantially uniform contact of the 
aqueous -organic solvent mixture with the 
sxabstrate. 

29. The article of any one of claims 16-28 Wherein the 
aqueous -organic solvent mixture further comprises: 

an effective amount of colloidal silica to provide the 
composition with from about 0.1 to about 50 
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weight percent silica, based on the total of 
solids present in the composition. 

30. The article of any one of claims 16-29 wherein the 
substrate is formed of plastic, wood, ceramic, glass ceramic, 
glass, mineral based, leather, paper, textile and metal 
materials . 

A process for providing a substantially transparent, 
resistant coating on a substrate, comprising: 
applying to at least one surface of a substrate an 
effective amount of a coating composition 
comprising an aqueous -organic solvent mixture to 
provide a substantially uniform coating on the 
substrate, the aqueous -organic solvent mixture 
comprising hydrolysis products and partial 
condensates of an epoxy functional silane, a 
tetrafunctional silane and a multif lanctional 
compound wherein the multifunctional compound is 
selected from the group consisting of 
multifunctional carboxylic acids, multifunctional 
anhydrides and combinations thereof and wherein 
the epoxy functional silane is present in a molar 
ratio to the tetrafunctional silane of from about 
0.1:1 to about 5:1; and 
curing the coating composition to produce a 

substantially transparent, abrasion resistant 
coating on the substrate. 

32. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of claim 31 wherein 
the hydrolysis products and partial condensates of the epoxy 
functional silane and the tetrafunctional silane are present in 
the aqueous -organic solvent mixture in an amount of from about 
10 to about 99.9 weight percent, based on the total solids of 
the coating composition and wherein the multifunctional compound 
is present in the aqueous -organic solvent mixture in an amount 



31. 

abrasion 
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of from about 0,1 to about 30 weight percent, based on the total 
solids of the coating composition. 

33. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of claim 31 or 32 
wherein the solvent constituent of the aqueous-organic solvent 
mixture is an alcohol having the general formula ROH where R is 
an alkyl group containing from 1 to. about 10 carbon atoms. 

.34. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of claim 31 or 32 
wherein the solvent constituent of the aqueous -organic solvent 
mixture is selected from the group consisting of a glycol, an 
ether; a glycol ether and mixtures thereof having the formula 
R^-(0r2)^^0R^ where x is an integer of 0,- 1, 2, 3 or 4, R^ is H 
or an alkyl group containing from 1 to about 10 carbon atoms and 
R2 is an alkylene group containing from 1 to about 10 carbon 
atoms and combinations thereof . 

35. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-34 wherein the epoxy functional silane is present in the 
aqueous -organic solvent mixture in a- molar ratio to the 
tetrafunctional silane of from. about 0.1:1 to about 3:1. 

36. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-35 wherein the epoxy functional silane present in the 
aqueous -organic mixture is represented by the formula 
R^SKOR^)^^^ where X is an integer of 1, 2 or 3, R^ is H, an 
alkyl group, a f unctionalized alkyl group, an alkylene group, an 
aryl group, an alkyl ether and combinations thereof containing 
from 1 to about 10 carbon atoms and having at least 1 epoxy 
functional group, and R^ is H, an alkyl group containing from 1 
to about 5 carbon atoms, an acetyl group, a -Si(0R^)3_yRS^ group 
where y is an integer of 0, 1, 2, or 3, and combinations thereof 
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where is H, an. alkyl group containing from 1 to about 5 
carbon atoms an acetyl group, another -Si (OR^) 3_yR^y group and , 

combinations thereof, and is H, an alkyl group, a 
functionalized alkyl group, an alkylene group, an aryl group, an 
alkyl ether and" combinations thereof containing from 1 to about 
10 carbon atoms. 

37. The process for providing a substantially transparent, 
abrasion resistant coating on a siibstrate of any one of claims 
31-36 wherein the tetrafunctional si lane present in the aqueous - 
organic mixture is represented by the formula SKOR'^)^ where R*^ 
is H, an alkyl group containing from 1 to about 5 carbon atoms 
and ethers thereof, an (OR*^) carboxylate, a -Si(0R^)3 group where 

r8 is a H, an alkyl group containing from 1 to about 5 carbon 
atoms and ethers thereof, an (OR^) carboxylate, another -Si{0R^)3 

group and combinations thereof . 

38. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-37 wherein the amount of water present in the aqueous -organic 
solvent mixture is an amount sufficient to provide a 
substantially homogeneous mixture of hydrolysis, products and 
partial condensates of the epoxy functional silane and the 
tetrafunctional- silane. 

39. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate; of any one of claims 
31-3 8 wherein at least a portion of the solvent component of the 
aqueous -organic solvent mixture is generated during hydrolysis 
of the epoxy functional silane and the tetrafunctional silane. 

40. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-39 wherein the aqueous -organic solvent mixture further 
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comprises an effective amount of a catalyst to provide enhanced 
abrasion resistance to a coating produced by curing the 
composition. 

41. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of claim 40 wherein 
the effective amount of the catalyst is from about 0 . 1 to about 
10 weight percent, based on the total solids of the composition. 

42. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-41 wherein the aqueous -organic solvent mixture further 
comprises from about 0.1 to about 50 weight percent, based on 
the total solids of the composition, of a mixture of hydrolysis 
products and partial condensates of a silane additive 
represented by the formula 

R^^Si (0R1°) 



' 4-x 



Where x is an integer of 1, 2 or 3, r9 is H, an alkyl 
group containing from 1 to about 10 carbon atoms, a 
functionalized alkyl group, an alkylene group, an aryl group, an 
alkyl ether group and combinations thereof, Rio ig h, an alkyl 
group containing from 1 to about 10 carbon atoms, an acetyl 
group and combinations thereof. 

43. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-42 wherein the aqueous -organic solvent mixture further 
comprises : 

an effective amount of a leveling agent to spread the 
aqueous -organic solvent mixture on the substrate 
and provide substantially uniform contact of the 
aqueous-organic solvent mixture with the 
substrate. 

44. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
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31-43 wherein the aqueous -organic solvent mixture further 
comprises: . 

an effective amount of colloidal silica to provide the 
composition with from about 0.1 to about 50 
weight percent silica, based on the total of 
solids present in the composition. 

45. The process for providing a substantially transparent, 
abrasion. resistant coating on a substrate of any one of claims 
31-44 wherein the substrate is formed of plastic, wood; ceramic, 
glass ceramic, glass, mineral based, leather, paper, textile and 
metal materials.. 

46. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-45 further comprising: 

treating the substrate to enhance adhesion of the 
substantially transparent, abrasion resistant 
coating to the substrate. 

47. The process for providing a substantially transparent, 
abrasion resistant coating on a substrate of any one of claims 
31-45 wherein the curing of the aqueous -organic solvent mixture 
coating to produce a substantially transparent, abrasion- 
resistant coating on the substrate is achieved by heating the 
substrate having the aqueous -organic solvent mixture coating 
applied thereto to a temperature of from about 50"* C. to about 
200° C. for a period of time effective to cure the coating and 
provide the substrate with a substantially transparent, 
substantially uniform abrasion resistant coating having a Bayer 
number of at least 5 . 

48. A composition having improved stability and which, 
when applied to a substrate and cured, provides an abrasion 
resistant coating on the substrate, the composition comprising 
an aqueous -organic solvent mixture. 



wo 98/46692 



PCT/US98/08011 



48 

49. An article comprising: 
a substrate; and 

a substantially transparent abrasion-resistant coating 
formed on at least one surface of the substrate 
wherein the coating is formed by curing a coating 
composition comprising an aqueous -organic solvent 
mixture applied to the surface of the substrate. 



50. A process for providing a substantially transparent, 
abrasion resistant coating on a substrate, comprising: 

applying to at least one surface of a substrate an 
effective amount of a coating composition 
comprising an aqueous -organic solvent mixture to 
provide a coating on the substrate. 

51. A process for providing a substantially transparent, 
abrasion resistant coating on a substrate, comprising: 

curing on at least one surface of a substrate an 
effective amount of a coating composition comprising 
an aqueous-organic solvent mixture to provide a 
coating on the substrate. 



